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ABSTRACTED -PUB -NO: JP 54141886 A 
BASIC- ABSTRACT : 

A method of heat-treating coated metal vessels 
comprises moulding thermoplastic resin-coated foil- 
like or sheet-like metal materials into vessels, 
heating the vessels at (Tm-5) degrees C to 300 
degrees C (Tm: the m. pt. of the resin), and 
immediately quenching the vessels to below (Ta-30 
degrees C) (Ta: the temp, at which the resin 
begins to be tacky) . 

The pref. thermoplastic resin layer includes (a) a 
resin layer comprising 20-70 wt . % of polyethylene 
terephthalate resin, 0-60 wt . % of polybutylene 
terephthalate resin and 0-30 wt . % of one 
polyolefin selected from ionomers, modified 
polyolefins, ethylene-acryl ester copolymers, (b) 
a composite of (1) a layer comprising 30-85 wt . % 
of polybutylene terephthalate resin, 1-40 wt . % of 
polyethylene terephthalate resin and 10-30 wt . % 
of at least one polyolefin selected from the 
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abovementioned group and (2) a layer comprising 75- 
100 wt . % of polyethylene terephthalate resin or 
polybutylene terephthalate resin and 0-25 wt . % of 
a one polyolefin. The resin layer is 5 mu-1 mm 
thick. The metal base is 0.010-1 mm, pref. 0.10- 
0.30 mm thick. 

The heat treatment improves markedly the adhesive 
power of the resin layer. 
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